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ABSTRACT: 

PURPOSE: To obtain a method of manufacturing a ceramic inductor at low cost, 
which forms a required coil conductor free from delamination that deteriorates 
the inductor in quality and is excellent in mass production. 

CONSTITUTION: A metalplating layer 7 is formed on the surface of ai 
m WM$& rod 6 formed of llfPlI magnetic material and trimmed by Wm 

J into a spiral coil conductor 8, the WWBHI rod 6 is loadedjnan 

extrusion molder together with Mil clay of the same quality with 




magnetic material to make its circumferential surface covered with feftaMI clay 
by extrusion molding, the obtained Pillilll molded body is cut into chip 
elements, which are bumed, and external electrodes are provided to the end 
faces of each chip element. 
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